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1. \^chlagzah-Modifizierungsmittel f Or thermoplastische Kunststoffe, bestehend aus einem wenigstens dreiphasigen 
nulsionspolymerisat, enthaltend 

A>seinen harten Kern aus einem gegebenenfalls vernetzten Polymethylmethacrylat 

B) eindtin Gegenwart des Kernmatertals erzeugten Elastomerphase mit einer Glasubergangstemperatur nicht 
uber -10*0, die aufgebaut ist aus 

a) einerrrAlkylester der Acrylsaure mit 1 bis .8 Kohlenstoffatomen im Alkyirest, 

b) wenigstens^einem vernetzenden Comonomeren mit zwei oder mehr polymerisierbaren Doppelbindun- 
gen im Molekul^ 

c) wenigstens einem\rylalkyl(meth)acrylat in Anteilen von 1 5-45 Gew.-% bezogen aut die Elastomerpha- 
se und 

C) einer in Gegenwart der ElasWnerphase erzeugten Hartphase aus einem Homo- oder Copolymerisat von 
so athylenisch ungesattigten, radikalisch polymerisierbaren Monomeren mit einer Glasubergangstemperatur von 

wenigstens 50°C. 

2. Schlagzah-Modifizierungsmittel nach Anspru^ta 1, dadurch gekennzeichnet, da(3 die Elastomerphase aus 

25 a) 85 bis 50 Gew.-% des Alkylesters der Acrylsaure mit 1 bis 8 Kohlenstoffatomen im Alkyirest, 

b) 0,5 bis 5 Gew.-% des vernetzenden Comonomere^mit zwei oder mehr polymerisierbaren Doppelbindungen 
im Molekul, 

30 c) 15 bis .45 Gew.-% des Aryialky!(meth)acrylats 

aufgebaut ist. 

3. Schlagzah-Modifizierungsmittel nach Anspruch 1 oder 2, dadurch geke^zeichnet, daB die Hartphase ganz oder 
35 zu wenigstens 50 Gew.-% aus Methylmethacrylat aufgebaut ist. 

4. Schlagzah-Modifizierungsmittel nach einem oder mehreren der Anspruche 1 6^3, dadurch gekennzeichnet, daB 
es, bezogen auf das Emuisionspolymerisat, 

40 A) 5 bis 40 Gew.-% der Kernphase, 

B) 25 bis 75 Gew.-% der Elastomerphase, 

C) 20 bis 60 Gew.-% der Hartphase enthalt. 

45 

5. Thermoplastische Formmasse, zusammengesetzt aus dem Schlagzah-Modifizierungsmittel nach Ai^spruch 1 bis 
4 und einem thermoplastischen Kunststoff von geringerer Schlagzahigkeit im Gewichtsverhaltnis von : 1 bis 1 
100. 

so 6. Thermoplastische Formmasse nach Anspruch 5, dadurch gekennzeichnet, daG sie als thermoplastischen kbnst- 
stoff von geringerer Schlagzahigkeit Polymethylmethacrylat oder ein zu wenigstens 70 Gew-% aus Methylme- 
- thacry l at aufgobautos Mieohpo l ym e r i cat ontha l t. : : : ~-\ 

ss Claims 

1. An impact-resistant modifier for thermoplastic materials comprising an at least three-phase emulsion polymer, 
comprising 
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A) a hard core of an optionally cross-linked polymethylmethacrylate 

B) an elastomer phase with a glass transition temperature not higher than -10°C, produced in the presence 
of the core material and synthesised from 

a) an alkyl ester of acrylic acid having 1 to 8 carbon atoms in the alkyl group, 

b) at least one cross -I in king comonomer with two or more polymerisable double bonds in the molecule, 

c) at least one arylalkyl(meth)acrylate in amounts of 15-45 wt.% based on the elastomer phase, and 

C) a hard phase produced in the presence of the elastomer phase and comprising a homo- or copolymer of 
ethylenically unsaturated, radically polymerisable monomers with a glass transition temperature of at least 
50°C. 

An impact-resistant modifier according to claim 1 , characterised in that the elastomer phase is synthesised from 

a) 85 to 50 wt.% of alkyl esters of acrylic acid having 1 to 8 carbon atoms in the alkyl group, 

b) 0.5 to 5 wt.% of the crosslinking comonomer having 2 or more polymerisable double bonds in the molecule, 

c) 15 to 45 wt.% of arylalkyl(meth)acrylates. 

An impact-resistant modifier according to claim 1 or 2, characterised in that the hard phase is synthesised, either 
completely or in an amount of at least 50 wt.%. from methylmethacrylate. 

An impact-resistant modifier according to one or more of claims 1 to 3, characterised in that it comprises, based 
on the emulsion polymer, 

A) 5 to 40 wt.% of the core phase, 

B) 25 to 75 wt.% of the elastomer phase, 

C) 20 to 60 wt.% of the hard phase. 

A thermoplastic moulding compound comprising the impact-resistant modifier according to claim 1 to 4 and a 
thermoplastic material with lower impact resistance, in the weight ratio of 10 : 1 to 1 : 100! 

A thermoplastic moulding compound according to claim 5, characterised in that it comprises polymethylmethacr- 
ylate or a copolymer synthesised, in an amount of at least 70 wt.%, from methylmethacrylate as the thermoplastic 
material with a lower impact resistance. 

'pnd i oot i ono — ■ : ■ " 

Agent de moSrTtcationde la resilience pour matieres thermoplastiques, se composant d'un produit de polymerisa- 
tion en emulsion a tro7s"|Thas£sau moins, contenant 

A) un noyau dur en un poly(methacryiate^ejT^thyle) eventue Heme nt reticule. 

B) une phase elastomere produite en presencec7e"4a^cijatiere du noyau, ayant une temperature de transition 
vitreuse non superieure a -10°C ( qui se compose 

a) d'un ester alkylique de i'acide acrylique a 1 -8 atomes de carbone dansTo^e^lealkyle. 

b) d'au moins un comonomere reticulant a deux doubles liaisons polymerisables oupTD^d^nsIa molecule, 

c) d'au moins un (meth)acrylate d'arylalkyle dans "^-^^^ 
Hftft proportions He> 1 A 45% fin poiris par rappnrt ft la phasft ftlafitnmftrfv _ ; J^T^ 
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